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© Membrane-type artificial lung and method of using It 



© A membrane-type artificial lung adapted to perform exchange of gases between blood and a gas through a 
CM membrane by passing blood over one side of the membrane and oxygen or an oxygen-containing gas over the 
pother side, said membrane being a hollow fiber membrane which is composed mainly of a polyolefin. has an 

inside diameter of 10 to 500 micrometers, a thickness of 5 to 100 micrometers, a porosity of 7 to 50 % and an 
CQOxy9en flux. Q(Oj), of at least 1 x 10~* [cm 3 (STP)/(cm 2 .sec.cmHg)l and is substantially impermeable to ethanol. 
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exchanging ability occur. A further defect of the conventional composite membrane-type artificial lungs is 
that they become high in price owing to low productivity. 

Membrane-type artificial lungs, therefore, are required to be usable for a long period of time, have equal 
or higher gas exchanging ability to or than the porous membrane-type artificial lungs, and be obtained at 
s low costs as in the homogeneous membrane-type or composite membrane-type artificial lungs. 

It is an object of this Invention to provide a membrane-type artificial lungs which has an excellent 
exchanging ability of gases between blood and an oxygen-containing gas and even when used for a long 
period of time, leakage of plasma can be completely prevented. 

The present inventors searched for a membrane which can achieve this object, and have found that a 
io membrane composed of a polyolefin having a characteristic membrane structure has better properties than 
the conventional membranes for artificial lungs. 

According to this invention, there is provided a membrane-type artificial lung adapted to perform 
exchange of gases between blood and a gas through a membrane by passing blood over one side of the 
membrane and oxygen or an oxygen*containing gas over the other side, said membrane being a hollow 
/5 fiber membrane which is composed mainly of an olefinic polymer, has an inside diameter of 10 to 500 
micrometers, a thickness of 5 to 100 micrometers, a porosity of 7 to 50 % and an oxygen flux, QfCh), of at 
least 1 x 10~* cm 3 (STP)/(cm 2 . sec.cmHg) and is substantially impermeable to ethanol. 

The invention also provides a method of using the above membrane- type artificial lung, which 
comprises passing an oxygen-containing gas over one side of the membrane in the artificial lung and blood 
20 over the other side of the membrane, whereby gases are exchanged between the blood and the oxygen- 
containing gas. 

The membrane used in this invention is a semi-open cellular and closed cellular porous membrane 
which has fine pores (voids) In its interior but of which surface and back do not substantially communicate 
through pores. As the number of pores present In the interior of the membrane is larger, the flux of a gas 

25 such as oxygen or carbon dioxide becomes higher and the amount of oxygen moved to the blood or the 
amount of carbon dioxide removed becomes larger. If the porosity is too high, the pores are connected to 
one another, and pores communicating between the surface and back of the membrane (open pores) occur 
and cause plasma leakage. Accordingly, the membrane used in this invention should have a porosity 
(volume porosity) of 7 to 50 %, and its preferred range is 10 to 35 % although this varies slightly depending 

so upon, the method of producing the membrane. 

The membrane used in this invention is a porous membrane, which is substantially free from open pores 
and may complexly contain one or both of partial open cells and closed cells. More specifically, the 
membrane has a structure in which pores are open on one side (the outside surface or inside surface of the 
hollow fiber membrane) of the membrane but pores are not open on the other side, a structure in which 

36 pores are present in the interior of the membrane but no pores are open on its inside and outside surface, 
or a structure in which pores are open on both the outside and inside surfaces of the membrane but are 
interrupted In the interior of the membrane and do not permit communication between the surface and back 
of the membrane. In many cases, these structures exist together in the same membrane. The state of 
opening of the pores on the membrane surface can be determined visually by observing the surface of the 

40 membrane under a scanning electron microscope (SEM). The membrane used in this invention may have 
any one of the above structures, but preferably has a layer in which pores are not open on at least one side 
of the membrane. There is no particular restriction on the size of the pores, but from the standpoint of the 
oxygen flux, membrane strength, etc. they preferably have a diameter of 0.005 to 10 micrometers, more 
preferably 0.03 to 1 micrometer. 

45 The membrane used in this invention has an oxygen flux, Q(02). of at least 1x10"* cm 3 (STP)- 
/(cm 2 .sec.cmHg), preferably at least 7 x.10" 6 cm 3 (STP)/(cm 2 .sec.cmHg) f more preferably 5 x 10~ 5 to 1 x 
10~ 3 cm 3 (STP)/(cm 2 sec.cmHg).. .The oxygen flux is measured by a method substantially conforming to 
ASTM 01434. If the oxygen flux is lower than the specified limit, the speed of exchange of gases between 
the blood and the gas decreases, and the artificial lung of the Invention is not advantageous over the 

so homogeneous membrane-type artificial lung. Since the carbon dioxide flux of the membrane used in this 
invention is equal to, or higher than, its oxygen flux, a sufficient amount of carbon dioxide can be removed 
from the blood so long as the membrane has an oxygen flux within the above-specified range. Of course, 
higher oxygen fluxes are preferred. The oxygen flux of the membrane can be increased by, for example, 
selecting a material having a high oxygen permeability coefficient, increase the porosity of the membrane. 

65 or decreasing the thickness of the barrier layer through which the gases permeates in the polymer 
constituting the membrane in accordance with the dissolving-diffusion mechanism. There is naturally a limit 
to the maximum oxygen flux that can be achieved. But since high oxygen fluxes themselves do not cause 
any inconvenience, it is not necessary to set an upper limit to the oxygen flux. 
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If pores permitting communication between the surface and back of the membrane (open cells) exist 
the oxygen flux of the membrane becomes high, but plasma undesirably leaks. The presence or absence of 
open cells and their number can be determined by the amount of ethanol permeated. If there is an open 
cell m the membrane, ethanol gets into its inside and permeates through the membrane as a liquid For 
example, .f 70 % ethanol is forced under a pressure of 0.5 kgf/cm* into an open-cellglar polypropylene 
membrane used in a porous membrane-type artificial lung from one side, ethanol permeates the membrane 
at a velocity of 1.000 to 40.000 ml'(min.m-). With the membrane of this invention, the flux of ethanol is very 
small, and ethanol does not substantially permeate through the membrane. That the membrane is 
•substantially impermeable to ethanol" means that the amount of ethanol permeated is not more than 30 
mKmin.m*) under the same measuring conditions. The amount of ethanol permeated (flux) through the 
membrane used in this invention is preferably not more than 10 ml/(min.m*), more preferably not more than 
2 mu(min.m z ). 

It is not essential in this invention to specify the position, in the membrane, of the ethanol barrier layer 
which is not open-cellular and is substantially impermeable to ethanol. It may exist on one or both sides of 
the membrane surface, or in the interior of the membrane as a single layer or a multiplicity of layers in 
complex shapes. 

A membrane structure in which this barrier layer is formed on that side of the membrane surface which 
makes contact with the blood is preferred in order to prevent closing of voids by plasma or condensed 
moisture. In other words, it is preferred to form the ethanol barrier layer on the outside surface of the hollow 
ao fiber membrane in an exterior perfusion-type artificial lung in which the blood is passed over the outside of 
the hollow fiber membrane, and on the inside surface of the hollow fiber membrane in an interior perfusion- 
type art.fic.al lung in which the blood is passed over the inside of the hollow fiber membrane To decrease 
the thickness of the barrier layer, it is preferred to provide only one such barrier layer. Whether the barrier 
layer (nonporous layer) is formed on the membrane surface can be determined by observation under a 
25 scanning electron microscope. 

The average thickness of the ethanol barrier layer in the entire membrane can be presumed bv 
calculation from the actually measured gas fluxes. 

Specifically, the average thickness (L) of the barrier layer is calculated from the following equation 
assuming that the gas which permeates through the membrane is the sum of a portion which permeates the 
so barrier layer in the membrane as dissolutioh-diffusion flows and a portion which permeats through open 
cells connecting the surface and back of the membrane as Knudsen flows (parallel-aligned structure). 

L 83 oCZ&=Zp Q<op- 

where 

<.o Q(0 2 ) 

* " Q(U ) 1-1 s the separation coefficient of the 
2 the membrane 



45 



50 



p(o 2 ) 



s p(N ) I-J : the separation coefficient of the 
2 material polymer constituting the 

membrane (permeation through the 
barrier layer) 



7! 



Mw(N^) 



MwTo ) 3 0#935 r ~ ls the separation coef- 
2 ficient of the Knudsen 

flows (permeation through 
55 open cells) 

P(02) [cm3 (STP).crrv(cm* sec.cmHg)]: the oxygen permeability coefficient of the material polymer 
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P(N2)[cm 3 (STP).cm/(cm 2 .sec.cmHg)]: the nitrogen permeability coefficient of the material polymer 
Q(0 2 ) [cm 3 (STP)/(cm 2 .sec.cmHg)]: the oxygen flux (actually measured) of the membrane 
Q(N 2 )[cm 3 (STP)/(cm 2 .sec.cmHg)]: the nitrogen flux (actually measured) of the membrane 
L (cm): Th6* average thickness of the barrier layer 
5 The present inventors have found that at a constant oxygen flux Q(02), the membrane has a higher 
ability to add oxygen to the blood as the thickness L of the barrier layer calculated in accordance with 
formula (1) becomes smaller. Although the reason for it has not been elucidated in dataii. it is presumed 
that in supplying oxygen to the blood, the contribution of that portion of oxygen which flows through the 
open cells is smaller than that portion which flows through the barrier layer. The barrier layer thickness of 
w the hollow fiber membrane that can be used in this invention is not more than 10 micrometers, preferably 
not more than 2 micrometers, more preferably not more than 0.7 micrometer. In view of the production 
technology, it is extremely difficult to decrease the thickness of the barrier layer to less than 0.01 
micrometer. 

When a is less than 1 in equation (L), the error of the thickness of the barrier layer calculated In 
is accordance with equation (1) becomes larger. In this case, the thickness may be calculated by using the 
measured fluxes of carbon dioxide and nitrogen instead of the measured fluxes of oxygen and nitrogen. 

The characteristic feature of the membrane-type artificial lung of this invention is that a hollow fiber 
membrane having the characteristic structure and gas permeating characteristics is used as a gas 
exchanging membrane in the artificial lung. The artificial lung of this invention may be made in an 
20 extracapillary blood flow-type, an intracapillary blood flow-type or any other type. It is effective however to 
build the artificial lung of this invention in an extracapillary blood flow-type in order to take advantage of the 
characteristics of the hollow fiber membrane (the barrier layer can be formed on the outside surface of the 
membrane; hollow fibers of a small diameter having high performance can be produced at low cost; the 
thickness can be decreased for the diameter). The performance of the hollow fiber membrane can be 
25 exhibited more by tying hollow fiber membranes crosswise in a sparsely parallel-aligned pattern, and 
Incorporating the resulting sheet in assembling the extracapillary blood flow-type artificial lung. This method 
can prevent channelling of the blood. 

When the membrane-type artificial lung of this invention is used In an intracapillary blood flow mode, 
the artificial lung typically includes 1,000 to 100,000 hollow fibers with the total area of their inside surfaces 
30 being 0.1 to 7 m 2 and its gas exchanging portion is of a cylindrical shape with an outside diameter of not 
more than 25 cm and a length of not more than 30 cm. 

When the membrane-type artificial lung of this invention is used in an extracapillary blood flow mode, 
the artificial lung typically includes 1.000 to 60,000 hollow fibers with the total area of their insides being 0.1 
to 3.5 m 2 and its gas exchanging portion is of a cylindrical shape with an outside diameter of not more than 
35 about 20 cm and a length of not more than 30 cm. 

The polymer constituting the membrane used in this invention is a polyolefin. The polyolefin has various 
useful characteristics. For example, it has high oxygen and carbon dioxide permeability coefficients, 
excellent compatibility with blood, and fabricability into a non-open cellular porous membrane. It can be 
formed into a film by a melting method which is not likely to leave a solvent in the membrane. Because it 
40 has high mechanical strength and form a membrane of a small thickness, a compact artificial lung device 
can be built by using the resulting membrane. It does not significantly contain hazardous impurities. Since it 
has no hygroscopicity. it is easy to handle. It has chemical resistance and is easy to sterilize. The price of 
the polyolefin is low. Examples of suitable polyolefins used in this invention are poly(4-methylpentene-1), 
polypropylene, polyethylene, polybutene-1 and copolymers of these. Of these, poly(4-methylpentene-1) is 
45 especially preferred for a variety of reasons. For example, because it has a high gas permeability 
coefficient, it is possible to increase the oxygen flux Q(0 2 ) and decrease the thickness L of the barrier layer. 
Moreover, the barrier layer is easy to form on the membrane surface. Poly(4-methylpentene-1) has the 
lowest surface energy among the polyolefins exemplified above does not easily get wet by condensed 
water vapor on the membrane surface to decrease the gas exchanging area, and hematologically does not 
so significantly activate complements. Accordingly, the poly(4-methylpentene-1 ) is a preferred material for the 
membrane also from this viewpoint. 

The material composed mainly of the polyolefin used in this invention may be composed of at least one 
polyolefin as a main component and may comprise other substance. For example. It may contain a 
crosslinking agent or an antimicrobial agent, or may be a blend with another polymer. It is also possible to 
55* "subject it to a surface treatment such as plasma treatment or such treatments as radiation crosslinking. 

The membrane used in this invention may be in the form of a hollow fiber or a tube, and have an inside 
diameter of 10 to 500 micrometers, preferably 100 to 300 micrometers, and a thickness of 5 to 100 
micrometers, preferably 10 to 40 micrometers. The membrane in accordance with this invention has a small 
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thickness for its inside diameter as compared with a silicone homogeneous membrane. Thus, since the 
volume of the membrane of this invention in the entire artificial lung module is low, and the membrane has 
a high gas flux, the artificial lung module can be built in a compact size. Hence, the priming volume can be 
reduced and the artificial lung can be produced at low cost, 
s In the membrane of this invention, the hollow fibers are preferably used as a sheet in which the hollow 
fibers are aligned parallel to each other sparsely while they are tied crosswise. The sheet may be made, for 
example, by tying the hollow fibers with yarns or adhesive tapes in a direction perpendicular to the 
longitudinal axis of the hollow fibers, or by bonding the hollow fibers with yarns having an adhesive applied 
thereto. It should be understood that the sparsely aligned hollow fiber sheet is not limited to the specific 

to examples given above. 

The artificial lung of this invention so made is. for example, an artificial lung having an available 
membrane area of 0.8 m 2 . and constructed by using hollow fiber membranes made of poly(4- 
methylpentene-1) and having a thickness of 27 micrometers, an outside diameter of 272 micrometers and a 
porosity of 18 % and including a smooth barrier layer on the inside surface of the hollow fiber membranes. 

is When in this artificial lung, blood is passed over the inside of the hollow fiber membrane and the amount of 
oxygen moved and the amount of carbon dioxide removed were measured at a blood temperature of 37 ' C 
under an oxygen partial pressure of 38 mmHg and a carbon dioxide partial pressure of 45 mmHg in the 
blood. The amount of oxygen moved was 1.4 times as large, and the amount of carbon dioxide removed 
was 1.5 times as large, as those measured by using an artificial lung made by using a silicone 

20 homogeneous membrane having a thickness of 100 micrometers, an outside diameters of 400 micrometers 
and having the same membrane area under the same conditions as described above. Furthermore, the 
amount of oxygen moved and the amount of carbon dioxide removed with the artificial lungs were slightly 
higher than those obtained with an artificial lung using a polypropylene porous membrane having a 
thickness of 215 micrometes, an outside diameter of 25 micrometers and a porosity of 40 %. Plasma 

25 leakage occurred in the polypropylene porous membrane but did not at ail occurred in the membrane used 
in this invention. Furthermore, when blood was passed through the outside of the hollow fiber membrane 
having the hollow fibers aligned sparsely, both the amount of oxygen moved and the amount of carbon 
dioxide removed were 2.0 times as large as those measured when the blood was passed through the inside- 
of the hollow fiber membrane, and in addition, the pressure drop was very small. These facts show that the 

30 artificial lung of this invention has superior performance to the conventional artificial lungs. 

There is no particular limitation on the method of producing the membrane used in this invention. 
Generally, a melt spinning method, a jet spinning method and a dry-jet-wet spinning method are suitable, 
and the melt spinning method is especially suitable from the standpoint of productivity and the performance 
of the membrane obtained. For example, the membrane used in this invention can be produced by the 

35 methods described in Japanese Laid-Open Patent Publications Nos. 196706/1984. 229320/1984, 
101206/1987. and 101227/1987. In order, however, to impart a high ability to add oxygen to blood and to 
prevent leakage of plasma and the ability to have resistance to degradation upon long-term use to the 
hollow fiber membrane, such a melt spinning method is preferably carried out under the following 
conditions. Specifically, the method is preferably carried out at smelting temperature of <Tm + 15) to (Tm 

40 + 65) C (Tm is the crystalline melting point of the polymer), a draw ratio in orientation drawing of 1 .0 to 
1.1. an annealing temperature of (Tm - 35) to (Tm - 10) 'C. a draw ratio of 1.0 to 1.2, a draw ratio in cold 
drawing of 1.1 to 1.6 and a draw ratio in hot drawing of 1.3 to 2.0 for an annealing time of 2 to 30 seconds. 
By adjusting the conditions in each of the steps within the above ranges, the oxygen flux and porosity of the 
membrane, the thickness of the barrier layer, etc. can be adjusted so as to conform to the use of the 

45 membrane as an artificial lung. 

A porous membrane having a smooth barrier layer in at least one side of a hollow fiber membrane can 
be produced by melt-extruding a polyolefin having a maximum degree of crystallinity of at least 20 % into 
hollow fibers; as required, orienting and drawing the hollow fibers; heat annealing them; and then cold 
drawing the hollow fibers and heat setting them. Presumably because the pores in the membrane are long 

so in a direction perpendicular to the membrane surface owing to the mechanism of membrane formation, the 
membrane produced by this method' has a relatively low porosity and yet a sufficiently high oxygen flux and 
is substantially impermeable to alcohol. Furthermore, it has high mechanical strength and its thickness can 
be adjusted to a small one. Furthermore, since no solvent is used, toxic substances are not dissolved out 
from the membrane. -Another feature is that -the productivity of producing the membrane used in this 

55 invention is high, and it can be produced at a much lower cost than the composite membrane. 

When .compared with an artificial lung made by using a conventional homogeneous membrane, the 
artificial lung of this invention has a high performance. Moreover, while the composite membrane-type 
artificial lung requires two steps of forming a porous membrane and then forming it into a composite 
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membrane for its production, the membrane used in the artificial lung of this invention can be formed in one 
step. In addition, the production of the composite membrane usually uses a solvent, and this raises a 
problem in regard to the working environment, atmospheric pollution, the remaining of the solvent and the 
drying time. The membrane used in this invention can be produced by the melt spinning method which is 
s free from these problems. The present invention has the advantage that a smooth barrier layer can be 
easily formed on the inside surface, outside surface or both of the hollow fiber membrane unlike the 
composite membrane, and a membrane suited for a particular purpose of use can be supplied. 

The following examples illustrate the present invention more specifically partly with reference to the 
accompanying drawings. 

jo Figure 1 is a scanning electron micrograph showing the microstructure of the inside surface of the 

hollow fiber obtained in Example 1 (in which the pores are not observed); 

Figure 2 is a scanning electron micrograph showing the outside surface of the hollow fibers c-btained 
in Example 1 (the pores having a size of about 0.2 micrometer is observed); 

Figure 3 is a vertical sectional view of the artificial lung of this invention; and 
15 Figure 4 is a view showing the hollow fiber membrane sheet having the hollow fibers aligned spar-sely 

which was used in Examples 5 to 7. . r 

EXAMPLE 1 

20 

Poly(4-methylpentene-1) having a melt index (measured by ASTM D1238) of 26 was melt-spun by 
using annular nozzles (diameter 6 mm) for hollow fibers at a spinning temperature of 290 ' C, a take-up 
speed of 300 m/min. and a draft ratio of 270 to form Koilow fibers having an outside diameter of 343 
25 micrometers and a thickness of 34 micrometers. During the spinning, the fibers were cooled by air at a 
temperature of 25 * C at a speed of 1.5 m/sec. to a region 3 to 35 cm below the nozzles. The hollow fibers, 
were continuously oriented and drawn at a temperature of 35 "C and a draw ratio of 1.05 by ;a .rpU&r 
system, then annealed at a draw ratio of 1.3 by introducing them into a hot air circulating-type, constant 
temperature vessel at 200 * C and allowing them to stay there for 5 seconds, subsequently cold-drawn at 
30 35 *C and a draw ratio of 1.2, hot-drawn at 150 # C and a draw ratio of 1.2, and heat-set at 200 * C and a 
draw ratio of 0.9. The hollow fiber membranes obtained had an outside diameter of 272 micrometers and. a 
thickness of 27 micrometers. The inside and outside surfaces of the membranes were observed by SEM 
(12,000 X), The inside surface was smooth and without any pore observed. Many micropores having a size 
of about 0.1 micrometer were observed on the outside surface. 
35 The hollow fiber membrane (0.5 g) was cut to a length of about 10 mm, and filled in a pycnometer. The 
pycnometer was evacuated by a vacuum pump to 1 x 10~ 2 torr or below, mercury was filled into the 
pycnometer, and the weight of the pycnometer was measured. The volume of the hollow fiber membrane at 
25 "C was 0.72 cm 3 . The porosity of the hollow fiber membrane, calculated by using the true specific 
gravity of the poly(4~methylpentene-1) which is 0.82, was 18 %. The hollow fiber membrane was sealed in a 
40 glass tube, and its gas fluxes were measured at 25 * C in accordance with ASTM 01434 (pressure method). 
The results were as follows:- 

Q(0 2 ) = 4.5 x 10~ 5 cm 3 (STP)/(cm 2 .sec.cmHg) 
CKCO2) » 3.4 x 10- 5 cm 3 (STP)/cm 2 .sec.cmHg) 
a(0 2 /N 2 ) = 1.2 
45 L (barrier layer) = 1 .3 micrometers 

An example of an artificial lung using the hollow fiber membranes is shown in Figure 3. 
The artificial lung is comprised of a housing 3, hollow fiber membranes 5 and end walls 6 of a polymer 
provided at both end portions of the housing 3. For example, about 8.000 hollow fiber membranes 5 are 
aligned longitudinally in spaced-apart relationship, and both ends of the hollow fiber membranes 5, in the 
50 open state, are fixed to the inside wall of the housing 3 by means of the end walls 6. A gas inlet 4 and a 
gas outlet 4a are provided in the housing, and caps 1 and 1a are put over the outside surface of the end 
walls 6 respectively by rings 2. A blood inlet 7 and a blood outlet 7a are disposed respectively in the caps 1 
and 1a. 

70 % Ethanol which is a liquid for wetting the membranes was allowed to flow at a rate of 200 cm 3 /min. 
55 through the hollow portions of the artificial lung (available membrane area 0.8 m 2 ), and-a-pressure difference- 
between the inside and outside of the membrane of 0.5 kgf/cm 2 . The amount of 70 % ethanol permeated 
was 0.8Lcm 3 /(min.m 2 ). This shows that the membranes have a barrier layer substantially impermeable to the 
liquid. 
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The gas exchanging ability of the artificial lung was examined by the following procedure Using fresh 
hepannued bovine blood, a standard venous blood having a temperature of 36 * C. a hemoglobin content of 
12.1 g.dl. an oxygen saturation degree of 65 % and a carbon dioxide partial pressure of 45 mmHg was 
prepared. The standard venous blood was passed through the hollow portions of the hollow fiber 
membranes in the artificial lungs, and 100 % oxygen was passed at a rate of 1 liter.min. over the outside 
surfaces of the hollow fiber membranes. The maximum blood flow <MBF) which maintained the oxvoen 
saturation degree on the outlet side of the artificial lung at 95 % or more was determined 

Furthermore, using a hybrid adult dog, an extracorporeal circulation was carried out for 24 hours 
through the vein, the artificial lung and the artery, and the amount of plasma which leaked was measured 
The results in Table 1 show that the artificial lung of this invention is free from plasma leakage and has a 
sufficient gas exchanging ability for practical purposes. ' 

EXAMPLE 2 

Hollow fiber membranes were produced in the same way as in Example 1 except that the spinning 
temperature was changed to 300 C, and the draw ratio in the orientation and drawing was changed to 1 2 
Observation under SEM showed that pores having a size above the resolving power (about 30 A) of SEM 
did not exist on the inside and outside surfaces of the hollow fiber membranes. The membranes had an 
outside diameter of 250 micrometers, a thickness of 25 micrometers and a porosity of 11 % The 
membranes had an oxygen flux Q<0 2 ) of 8 x 10~« cm* <STPHcm*.sec.cmHg). an « of 41 an L of 2 5 
micrometers and a Q(COa) of 3.9 x 10" 5 cm' (STP).(cm*.sec.cmHg). 

An artificial lung built as in Example 1 using the hollow fiber membranes showed a 70 % ethanol 
permeating amount of 0.15 cm3/(min.m*). The MBF and amount of plasma leakage of the artificial lung were 
measured, and the results are shown in Table 1. 



EXAMPLE 3 

Polypropylene having a melt index (measured by ASTM D1238) of 3.5 was melt-spun by using annular 
nozzles (diameter 6 mm) for hollow fibers at a spinning temperature of 250 'C. a take-up speed of 300 
rrvmin. and a draft ratio of 270 to form hollow fibers having an outside diameter of 345 micrometers and a 
thickness of 34 m.crometers. Ouring the spinning, the fibers were cooled by air at a temperature of 8 * C at 
a speed of 1 5 nvsec. to a region 3 to 35 cm below the nozzles. The hollow fibers were continuously 
oriented and drawn at a draw ratio of 1.2 by a roller system, then annealed at a temperature of 35 * C and a 
draw ratio of 1.3 by introducing them into a hot air circulating-type constant temperature vessel at 140 *C 
and allowing thereto stay there for 5 seconds, subsequently cold-drawn at 10 *C and a draw ratio of 1 2 
hot-drawn at 140 C and a draw ratio of 1.2. and heat-set at 140 *C and a draw ratio of 0.9. The hollow 
fiber membranes obtained had an outside diameter of 257 micrometers, an inside diameter of 205 
micrometers and a thickness of 26 micrometers. The inside and outside surfaces of the membranes were 
observed by SEM (12.000 X). The inside surface hardly contained pores, and many micropores having a 
size of about 0.1 micrometer were observed on the outside surface. 

The hollow fiber membranes had a porosity of 31 %. an oxygen flux Q(0 2 ) of 34 x 10~* cm* (STP>- 
•(cm2.sec.cmHg). an a of 0.94. an L of 1.6 micrometers and a 0.(C0 2 ) of 2.92 x 10"* cm* (STP - 
,(cm2.sec.cmHg). L was calculated by using Q(C0 2 ) because the use of Q<0 2 ) would produce a large error 

An artificial lung built as in Example 1 using the hollow fiber membranes showed a 70 ethanol 
permeating amount of 22 cm'/fmin.m*). The MBF and the amount of plasma leakage of the artificial lung 
were measured, and the results are shown in Table 1 . » i <-'<*■ 'ung 



EXAMPLE 4 



Polyethylene having a melt index (measured by ASTM 01238) of 1.8 and a density of 0.96 was melt- 

H DV USinn annular nfi77lo<5 Miamatar 1H r«rv*v u~if /:t 



7 - * / • « ~ ■ uww/ ui i.o auu a utjiisny or u.yo was me 

spun by using annular nozzles (diameter 10 mm) for hollow fibers at a spinning temperature of 230 *C 
draft ratio of 700. a cooling air temperature of 12 *C and a cooling air speed of 1:5 m/sec. The hollow 
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fibers were continuously oriented and drawn at a temperature of 20 ' C and a draw ratio of 1 .2 by a roller 
system, then annealed at a temperature of 80 *C and a draw ratio of 1.2 with a residence time of 5 
seconds, cold-drawn at 20 * C and a draw ratio of 1.3, hot-drawn at 60 " C and a draw ratio of 1.2, and heat- 
set at 80 * C and a draw ratio of 1 .0. The hollow fiber membranes obtained had an inside diameter of 200 

s micrometers and a thickness of 24 micrometers. Observation under SEM showed that no pores existed on 
both the inside and outside surfaces of the membranes, and the porous layer with a pore size of about 1 
micrometer existed between the inside and outside surfaces in the cross section of the membranes. The 
hollow fiber membranes had a porosity of 25 %. an oxygen flux Q(0 2 ) of 1.5 x 10~ 4 cm 3 (STP)- 
:(cm 2 .sec.cmHg), an a of 0.95, an. L of 0.6 micrometer and a Q(C0 2 ) of 1.33 x 10"* cm 3 (STP)- 

10 '(cm 2 .sec.cmHg). L was calculated as in Example 3. 

An artificial lung was built as in Example 1 using the hollow fiber membranes. It had a 70 % ethanol flux 
14.8 cm 3 /(min.m 2 ). The membranes in this example, too, had an ethanol barrier layer substantially 
impermeable to liquids. The gas exchanging ability and the amount of plasma leakage are shown in Table 
1. 

/s 

COMPARATIVE EXAMPLE 1 



20 An artificial lung having an effective area of 0.8 m 2 was built in the same way as in Example 1 except 
that porous polypropylene hollow fiber membranes without a barrier layer having an inside diameter of 200 
micrometers, a thickness of 30 micrometers, a porosity of 40 % and a maximum pore diameter of 0.6 
micrometer were used instead of the hollow fiber membranes used in Example 1 . The MBF and plasma 
leakage amount of the membranes were measured, and the results are shown in Table 1 . 

25 ■. 

COMPARATIVE EXAMPLE 2 



ao An artificial lung having an effective area of 0.8 m 2 was built in the same way as in Example 1 except 
that silicone rubber hollow fiber membranes having an inside diameter of 200 micrometers and a thickness 
of 100 micrometers were used instead of the hollow fiber membranes used in Example 1. The MBF and 
plasma leakage amount of the membranes were measured, and the results are shown in Table 1 . 

as Table 1 



Run 


Maximum blood 
flow (cm 3 /min.) 


Cumulative amount of 
plasma that flowed (cm 3 ) 


Example 1 


1010 


0 


Example 2 


900 


0 


Example 3 


770 


3.3 


Example 4 


820 


1.8 


Comparative Example 1 


960 


above 100 


Comparative Example 2 


700 


0 



so EXAMPLE 5 

Hollow fiber membranes having an . outside 'diameter of 255 micrometers and a thickness of 26 
micrometers were produced under the same conditions as in Example 1 except that the spinning draft ratio 
55 was changed to 350, the annealing was carried.out at 220 * C and a draw ratio of 1.1 and the hot draw ratio 
was changed to 1.4. Observation under SEM showed that pores having a size of about 0.1 micrometer 
existed on the inside surface of the hollow fiber membranes at a rate of about 50 x 10 9 /cm 2 , and only about 
1/50 of the pores existed on the outside surface. The fiber membranes had a Q(0 2 ) of 3 x 10~* cm 3 (STP)- 
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(cm-.sec.cmHg). an « of 1.02 and a 0<C0 2 ) of 3.4 x 10- cm' (STP)-(cmfsec.cmHg). The thickness of the 
barner layer calculated from equation (1) given hereinabove and the characteristic values of poly{4- 
methylpentene-1)tP(O J ) = 2.0 x 100- cm' (STPWcm*. sec.cmHg). —4.1 J was 0.6 micrometer. The poroaty 
of the hollow fiber membrane measured as in Example 1 was 23.5 %. 

The hollow fiber membranes were tied crosswise with yams in a sparsely and longitudinally aligned 
pattern to form a sheet having this set-up. The sheet is rolled up to form a bundle A of the hollow fibers 8 
as shown in Figure 4. The bundle was placed in a cylindrical housing 3 as in the case of the hollow fiber 
membranes 5 shown in Figure 3. and a membrane-type artificial lung having a membrane area of 2 5 m* 
was built The artificial lung had a 70 % ethanoi flux of 2.1 cm3 <min.m*). When the same bovine blood as 
used in Example 1 was allowed to flow over the outside surfaces of the hollow fiber membranes and 100 % 
oxygen was allowed to flow over the inside surfaces of the hollow fiber membranes at a flow rate of 1 
htermm the maximum amount of blood flow at which the oxygen saturation degree on the exit side of the 
artificial lung was maitained at 95 % or more was 2950 cm' (min.m*). Even when this artificial lung was 
used continuously for 1 week, plasma did not leak at all. and there was hardly any decrease in qas 
exchanging ability with time. After use. the artificial lung was washed with physiological saline to remove the 
blood, adhesion of the blood clots to the outside surface of the hollow fibers was very little 



EXAMPLE 6 



An exterior perfusion-type artificial lung having an available membrane area of 2.0 m* was built and 
evaluated in the same way as in Example 5 except that the same hollow fiber membranes as in Example 5 
were tied with slender adhesive tapes in a sparsely aligned pattern. The MBF of the artificial lung was 2200 
cm J (min.m z ). 



EXAMPLE 7 



Holow fiber membranes were produced as in Example 5 except that the annealing time was changed to 
10 seconds, the cold draw ratio was changed to 1.3 and the hot draw ratio was changed to 1 8 

The hollow fiber membranes obtained had a Q(O a ) of 3.0 x 10"' cm' (STPHcm'.sec.cmHg), an a of 
0.98 an L of 1.1 micrometers, a Q(C0 2 ) of 3.0 x 10~* cm' (STPHcm'.sec.cmHg). and a porosity of 27 % 

Using the hollow fiber membranes, an artificial lung was built. It had an ethanoi permeating rate of 3 9 
cm'fmin.m 2 ) and an MBF of 2500 cm'<(min.m*). 

Claims 

1. A membrane-type artificial lung adapted to perform exchange of gases between blood and a qas 
through a membrane by passing blood over one side of the membrane and oxygen or an oxygen-containing 
gas over the other side, said membrane being a hollow fiber membrane which is composed mainly of a 
polyolefin. has an inside diameter of 10 to 500 micrometers, a thickness of 5 to 100 micrometers, a porositv 

* . t0 « ■? % md - an ° Xy9Sn f ' UX ' Q(0z) ' of at ,east 1 * 10 ~* tcm' (STP)/{cm2.sec.cmHg)] and is 
substantially impermeable to ethanoi. 

2. The membrane-type artificial lung of claim 1 in which the polyolefin is poly(4-methylpentene-1) 

3. The membrane-type artificial lung of claim 1 in which the hollow fiber membrane had an oxvoen flux 
Q(0 2 ). at 25 C of at least 7x10- cm' (STPHcm'.sec.cmHg). V9 

4. The membrane-type artificial lung of claim 1 in which the average thickness of a barrier layer in the 
membrane, calculated from the oxygen flux 0(02) and nitrogen flux Q(N 2 ), is not more than 10 microm- 
ete rs. * 

5. Jhe membrane-type artificial lung of claim 1 wherein the hollow fiber membrane has a porosity of 10 

.„ 6 ;7 ne i . memb '?ne-type artificial lung in which the ethanoi flux of the hollow fiber membrane is not more 
wan 30 ml/irnin.m 2 ). 

7 The mernbrane-type artificial lung of claim 1 in which the hollow fiber membrane has an inside 
diameter of 100 to 300 micrometers and a thickness of 5 to 100 micrometers. 
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8. The membrane-type artificial lung of claim 1 in which the hollow fiber membrane is used in the form 
of an assembly of hollow fibers sparsely aligned lengthwise and tied crosswise. 

9. A method of using a membrane-type artificial lung in which the membrane is a hollow fiber 
membrane which is composed mainly of a polyolefin, has an inside diameter of 10 to 500 micrometers, a 

5 thickness of 5 to 100 micrometers, a porosity of 7 to 50 % and an oxygen flux. Q(Oa), of at least 1 x 10 -6 - 
[cm 3 (STP)/(cm 2 .sec.cmHg)] and is substantially impermeable to ethanol; which method comprises passing 
an oxygen-containing gas over the inside of the membrane and blood over its outside, thereby performing 
exchange of gases between the blood and the oxygen-containing gas. 

10. A method of using a membrane-type artificial lung in which the membrane is a hollow fiber 
to membrane which Is composed mainly of a polyolefin, has an inside diameter of 10 to 500 micrometers, a 

thickness of 5 to 100 micrometers, a porosity of 7 to 50 % and an oxygen flux, Q(0 2 ), of at least 1x10"^- 
(cm 3 (STP)/(cm 2 .sec.cmHg)] and is substantially impermeable to ethanol; which method comprises passing 
an oxygen-containing gas over the outside of the membrane and blood over its inside, thereby performing 
exchange of gases between the blood and the oxygen-containing gas. 

15 
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